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Assistant Commissioner for Patents 
Washington D.C. 20231 
ATTENTION: EO/US 



1 . Applicant herewith submits to the United States Elected Office (EO/US) the following items under 
35 U.S.C. Section 371: 

a. This express request to immediately begin national examination procedures (35 U.S.C. 

Section 371(f)). 

b. The U.S. National Fee (35 U.S.C. Section 371(c)(1)) and other fees (37 C.F.R. Section 

1.492) as indicated below: 



CERTD7ICATION UNDER 37 C.F.R. SECTION 1.10* 



I hereby certify that this paper, along with any document referred to, is being deposited with the United States Postal Service on this 
tete ck/l^/Q! , in an envelope as "Express Mail Post Office to Addressee," mailing Label Number EL751397639US, 
addressed to the: Assistant Commissioner for Patents, Washington, D.C. 2023 1. 
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2. Fees 



CLAIMS 
FEE* 


(l)FOR 


(2) NUMBER 
FILED 


(3) NUMBER 
EXTRA 


(4) RATE 


(5) CALC- 
ULATIONS 




TOTAL 
CLAIMS 


20 -20 = 


0 


x $18.00 = 


$0.00 




INDEPEN- 
DENT 
CLAIMS 


1 -3 = 


0 


x $80.00 = 


$0.00 




MULTIPLE DEPENDENT CLAIM(S) (if applicable) + $270 00 


$0.00 


BASIC FEE 


U.S. PTO WAS INTERNATIONAL PRELIMINARY EXAMINATION 
AUTHORITY 

Where an International preliminary examination fee as set forth in Section 
1 .482 has been paid on the international application to the U.S. PTO: 

and the international preliminary examination report states that 
the criteria of novelty, inventive step (non-obviousness) and 
industrial activity, as defined in PCT Article 33(2) to (4) have 
been satisfied for all the claims presented in the application 
entering the national stage (37 C.F.R. Section 1.492(a)(4)) 
$100.00 


$690.00 




Total of above Calculations 


= $690.00 


SMALL 
ENTITY 


Reduction by 1/2 for filing by small entity, if applicable. Affidavit must be filed, (note 
37 CFR Sections 1.9, 1.27, 1.28) 


-$0.00 




Subtotal 


$690.00 




Total National Fee 


$690.00 




Fee for recording the enclosed assignment document $40.00 (37 C.F.R. Section 
1.21(h)). See attached "ASSIGNMENT COVER SHEET". 


$0.00 


TOTAL 


Total Fees enclosed 


$690.00 



A check in the amount of $690.00 to cover the above fees is enclosed. 

3. A copy of the International application as filed (35 U.S.C. Section 371(c)(2)) is not required, as the 
application was filed with the United States Receiving Office. 

4. A translation of the International application into the English language (35 U.S.C. Section 
371(c)(2)) is not required as the application was filed in English. 
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5. Amendments to the claims of the International application under PCT Article 19 (35 U.S. C. Section 
371(c)(3)) have been transmitted by the International Bureau. 

Date of mailing of the amendment (from form PCT/B/308): 2 March 2000 

6. A translation of the amendments to the claims under PCT Article 19 (38 U.S.C. Section 371(c)(3)) 
is not required as the amendments were made in the English language. 

7. A copy of the international examination report (PCT/1PEA/409) is not required as the application 
was filed with the United States Receiving Office. 

8. Annex(es) to the international preliminary examination report is/are not required as the application 
was filed with the United Stated Receiving Office. 

9. A translation of the annexes to the international preliminary examination report is not required as 
the annexes are in the English language. 

10. An oath or declaration of the inventor (35 U.S.C. Section 371(c)(4)) complying with 35 U.S.C. 
Section 115 will follow. 

11. An International Search Report (PCT/ISA/210) or Declaration under PCT Article 17(2)(a) is not 
required, as the application was searched by the United States International Searching Authority. 

12. An Information Disclosure Statement under 37 C.F.R. Sections 1.97 and 1.98 will be transmitted 
within THREE MONTHS of the date of submission of requirements under 35 U.S.C. Section 371(c). 

1 3 . Additional documents: 

a. Copy of request (PCT/RO/ 101) 

b. International Publication No. WO00/10736 including Specification, claims and drawing 

c. Preliminary Amendment eliminating multiple dependencies 

14. The above items are being transmitted before 30 months from any claimed priority date. 
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AUTHORIZATION TO CHARGE ADDITIONAL FEES 



The Commissioner is hereby authorized to charge the following additional fees that may be 
required by this paper and during the entire pendency of this application to Account No. : 50034 1 



37 C.F.R. Section 1.492(a)(1), (2), (3), and (4) (filing fees) 

37 C.F.R. Section 1.492(b), (c), and (d) (presentation of extra claims) 

37 C.F.R. Section 1.17 (application processing fees) 

37 C.F.R. Section 1.17(a)(l)-(5) (extension fees pursuant to Section 1.136(a)) 

37 C.F.R. Section 1.492(e) and (f) (surcharge fees for filing the declaration and/or filing an 
English translation of an International Application later than 20 months after the priority 
date). 





Sandra Poteat Thompson 
Registration No. 46,264 
Fish & Associates, LLP 
1440 N. Harbor Blvd. 
Suite 706 

Fullerton, CA 92835 
714-449-2337 
Customer No. 24392 
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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 
WASHINGTON, D.C. 20231 



Inventor: 



Subhash Narang et al. 



Examiner: Not yet determined 



Serial No: 



US national phase of 
PCT/US98/25088 



Art Unit: Not yet determined 



Filed: 



24 November 1998 



For: 



Printing of Electronic Circuits & 
Components 



PRELIMINARY AMENDMENT FILED CONCURRENTLY WITH 
US NATIONAL PHASE APPLICATION 



The Honorable Commissioner 
of Patents and Trademarks 
Washington, D.C. 20231 



Please enter the following as a preliminary amendment. 
IN THE CLAIMS 

18. (Amended) The method of claim 1 [any of claims 1 -16] wherein the first solution applied 
to the surface contains no more than 2% particulates by weight. 

19. (Amended) A method of printing an electronic circuit comprising: 

printing a plurality of components according to one of the methods of claim 1 [any of 
claims 1-16]; and 

applying the first solution to the surface in a pattern that connects at least two of the 
plurality of components, and initiating a redox reaction in the pattern to produce a 
conductive trace between the at least two components. 



Dear Sir: 



1 



PRELIMINARY AMENDMENT.DOC 



Narang et al. 
360.07-US1 



REMARKS 

The requested changes merely remove multiple dependency. 



Respectfully submitted, 
Fish & Associates, LLP 




Attorneys for Applicant(s) 
1440 N. Harbor Blvd, Suite 706 
Fullerton, CA 92385 
Tel.: (714) 449-2337 
Fax:(714)449-2339 
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PRINTING OF ELECTRONIC CIRCUITS AND COMPONENTS 



Reference to Government Grant 

This invention was made with Government support. The Government may have 
5 certain rights in the invention. 

Field of The Invention 

The field of the invention is printing of electronic circuits and components. 

Background of the Invention 

Electronic circuits and components are ubiquitous in almost every field of the 
1 0 modern world, from communications to computing, transportation, energy production, 
storage and control, consumer goods, radios, navigation, and so forth. In each of these 
fields there continues to be a demand to produce ever smaller and less expensive products, 
and this demand in turn manifests as a push for ever more integrated circuits and 
components. 

15 The earliest electronic products were, of course, wired by hand. While some 

products are still produced at least in part by hand, hand produced circuit boards have 
largely been supplanted by machine printed circuit boards, and discrete components have 
largely been supplanted by highly integrated components such as LSICs and VLICs. 



Despite these advancements, most electronic devices are still generally manufactured 



20 by printing a circuit board, populating the circuit board with components, and then wave 
soldering or otherwise coupling the connector pins of the components to the board. There 
are a few devices in which portions of both circuit and components are more or less 
"printed" using ordinary printing techniques such as silk screening, and perhaps the most 
widely known examples are battery testers employed on AA and other small consumer 

25 batteries. An exemplary description is found in US 4702563 to Parker (October 1987). 

However, such devices are severely limited as to the type and complexity of the circuit and 
components, and there remains a considerable need for more versatile apparatus and 
techniques for printing circuits and components. 
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This situation results at least in part from production of circuit boards by processes 
that are incapable of providing the multiple layers needed for many electronic components. 
For example, in a typical photolithography production of a circuit board, a metal film such 
as copper is applied to a rigid, non-conductive substrate, such as fiberglass. A sheet of the 

5 conductive metal is then laminated to the substrate, and a photoresist coated onto the 

laminate. The board is exposed to a light pattern using a light mask to reproduce the metal 
pattern desired, and exposure is followed by photoresist development. Finally, the entire 
board is immersed into a bath so that the applied metal left unprotected by the photoresist 
can be etched away. In another photolithographic process, it is known to form electrically 

1 0 conductive metal pathways by coating a substrate with a composition containing a reducible 
metal complex. In one such process, a substrate is coated with a sorbitol copper formate 
solution containing a photoactivated reducing agent. Upon exposure to ultraviolet radiation, 
unmasked areas are reduced to copper metal, and the remainder of the board is washed 
clean. 

15 While such techniques are capable of producing single layers of high quality and 

definition, they are not well suited for depositing multiple layers, especially multiple layers 
of different materials. Especially inconsistent with standard circuit board printing techniques 
are printing of multilayer components such as batteries, which require specialized materials 
for the anode, cathode and electrolyte layers. 

20 Siik Screening 

Other techniques commonly used to print circuit boards, such as silk screening, are 
capable of printing multiple layers, but they do not lend themselves to printing anything but 
the simplest electronic components. For example, in US 5148355 to Lowe (Sept. 1992), the 
disclosure of which is incorporated herein by reference, circuits and electronic components 

25 such as conductors, resistors, capacitors, and insulators are produced by successive screen 
printing of polymer based conductive and resistive inks. It is claimed that Lowe's process 
may be employed to deposit as many as 30 to 50 layers on top of one another, with thickness 
control variance of 5 microns, and minimum spacing between adjacent conductors on the 
order of about 0.01 inch. 
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While advantageous in many ways, processes according to Lowe suffer from the use 
of inks in which metals are suspended as discreet particles, preferably silver flakes. Even 
though such particles may measure only 3-50 microns in diameter, such inks dry to form 
traces and layers in which current is carried by particle-particle contact rather than by a 
5 continuous mass. In addition to forming relatively poor conductors, the particle size 

effectively limits the smallest trace to several times the diameter of the largest particles. Still 
further, the potential for discontinuities in narrow traces and thin deposits appears to pose a 
problem of sufficient significance that repeated depositions, at slight offsets or angles are 
necessary to achieve reliable traces. 

10 Another disadvantage is that Lowe is limited to printing electronic components that 

include only conductive, resistive and insulative portions. Lowe offers no guidance, for 
example, in printing batteries where the electrodes may advantageously comprise metal 
oxides, and the electrolyte may comprise a liquid or polymer. Lowe also offers no guidance 
in the printing of semiconductors. 

15 Electroless Deposition 

Even if known silk screening techniques were capable of printing the fineness 
required for electronic components, they would still be too slow for mass production of 
circuit/circuit component combinations. For such purposes higher speed printing techniques 
such as offset and intaglio printing are desired. US 5127330 to Okazaki et al. (Jul. 1992) 
20 discloses specialized inks that can be employed to produce very fine traces (3 urn wide and 
2 urn thick) in intaglio printing, but there is no teaching or suggestion of employing the 
specialized inks for producing the multiple layers. Some work has been done on high-speed 
electroless deposition printing of electronic components, and representative disclosures of 
such processes are discussed below. 

25 In US 5403649 to Morgan et al. (April 1 995), the disclosure of which is 

incorporated herein by reference, two-dimensional imaged metal articles are fabricated on 
webs by electroless deposition of catalytic inks using rotogravure. It is claimed that by 
layering thin lines of differing materials, numerous electronic components can be printed, 
including diodes, resistors, capacitors, batteries, sensors and fuel cells. The invention seems 

30 to arise from an especially low viscosity (about 20 - 600 centipoises) class of catalytic inks 
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having less than about 10% solids, and which are said to permit printing of lines down to 
lateral (width) resolutions of 25 microns. Morgan also refers to the use of inks containing 
reducible metal ions in conjunction with a reducing agent such as acetate and ammonium. 

The teachings of Morgan suffer from several drawbacks. First, the inks 
5 contemplated by Morgan all contain a polymer that remains as an impurity in the deposited 
material. Such impurities adversely affect conductivity and other function. A previous 
patent, US 4921623 to Yamaguchi et al. (May 1990) highlights this distinction, by referring 
to the deposit formed from a solution containing a copper powder, a binder, and other 
ingredients as a "copper-type" coating, rather than a "copper" coating. 

10 Another drawback is that even though Morgan reduces the particulate-containing 

portion of the ink to less than 10 wt %, Morgan still requires a substantial particulate 
content. As described above with respect to the Lowe patent, particulate content adversely 
affects function. Morgan does suggest possible substitution of metal particulate with metal 
salts in the inks, but even there Morgan teaches that the metal ions in the salts would be 

1 5 reduced the metal form prior to deposition. 

Another drawback is that Morgan's conception appears to be limited to plate-based 
printing techniques that can print at high speeds of several hundred meters per minute. 
Plates for such presses can be difficult and expensive to manufacture, and even minor 
variations in a design may require costly redesign. 

20 US 5758575 to Isen (June 1998), the disclosure of which is incorporated herein by 

reference, teaches the continuous printing of inks using a rotogravure process implemented 
in multiple stations. Thick films are contemplated, and by drying each layer of ink before 
laying down a subsequent layer, multiple inks can be employed. Isen specifically refers to 
numerous specialty inks, including thermochromic inks, electrophosphorescent liquids, 

25 magnetochromic liquids, electrochromic liquids, and electroluminescent liquids, and teaches 
the use of spike rollers to make electrical contact between separated layers. Isen claims that 
his process can be used to produce electrical electronic components, including switches, 
diodes, capacitors, transistors, resistors, inductors, coils, batteries, and sensors. 
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Processes according to Isen suffer from several drawbacks. As with Lowe and 
Morgan, Isen still teaches deposition of a carrier (liquid, ink, etc) containing discreet 
particles. The existence of such particles adversely affects conductivity and other function. 

In addition, the carrier for Isen's particulates is itself problematic. Suitable carriers 
5 are taught to include a quick drying solvent, which creates manufacturing and environmental 
difficulties. In addition, Isen teaches that suitable carriers include oligomeric materials, 
which may leave undesirable residues (see general discussion of particular containing inks 
in US 4666735 to Hoover et al, May 1987). 

Isen's process is particularly poor in handling instances where a deposited material is 
10 intended to function as a liquid. For example, in his description of electrolytes for use in 
forming batteries, Isen teaches deposition of micro-encapsulated electrolytes, presumably 
because simple deposition of a liquid electrolyte would lead to evaporation of the electrolyte 
itself. Isen does not contemplate printing a layer on top of a previously deposited liquid 
layer. 

15 Isen also appears to be limited to plate-based printing techniques such as 

rotogravure, flexographic, offset gravure, and letter press, and such plates can be costly to 
manufacture and modify. Isen suggests, for example, that such plates can be manufactured 
using such expensive and difficult techniques as diamond-stylus engraving, chemical 
etching, and laser inscribing. 

20 Still another set of difficulties with the Isen process is that vias (throughs or 

interconnects) between layers are contemplated to be produced by spikes penetrating two or 
more layers. Spiking may be an inaccurate method of producing inter-layer connections, 
and may be especially problematic in interconnecting layers separated by more than one or 
two intervening layers. 

25 Lamination 

It is also known to provide electronic components in which a portion of the 
component is printed using conventional high speed printing equipment, and the remainder 
of the device is produced using some other technique such as lamination. A good example 
is US 5603157 to Lake et al. (Feb. 1997). In Lake, an insulative retaining ring for a button 
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battery is printed on a substrate, cured, and then filled with a liquid electrolyte. Cathode and 
anode foils are laminated onto opposite sides of the ring, and the laminated product is then 
cut away to form the battery. In this manner, the battery is partially but not fully printed, and 
in any event the process is incapable of printing both circuit traces and electronic 
5 components. Other combination printing/laminate methods of producing batteries are 
described in US 5350645 to Lake (Sept. 1994) and US 5055968 to Nishi (Oct. 1991), and 
US 4621035 to Bruder (Nov. 1986). 

Thus, there remains a need to provide new techniques for printing of both circuits 
and multilayered electronic components, especially for use with ink-jet and high-speed 
10 printing apparatus. 

Summary of the Invention 

The present invention is directed to methods and apparatus for printing circuits, 
multilayer electronic components, and optionally circuits containing such components, in 
which at least one of the layers is formed from a material produced by a redox reaction 
1 5 occurring in a deposited solution. 

Contemplated electronic components may advantageously comprise a semiconductor 
such as may be found in a transistor or diode, or a metal oxide or electrolyte such as may be 
found in a battery or fuel cell. Other contemplated components are capacitors, inductors, 
and resistors. In preferred embodiments, the oxidizer of the redox reaction is a strong 
20 oxidizer, and the reducer of the redox reaction is a strong reducer. In especially preferred 
embodiments, such reactions are sufficiently exothermic that they can be initiated, rather 
than driven to completion, by a microwave or other external energy source. Where the 
solution contains appropriate metal salts, such processes may advantageously yield 
substantially pure metal or substantially pure metal oxide layers. 

25 In another aspect, the solution being deposited preferably has a very low 

concentration of particulates, such as < 5 wt % or < 2 wt %. Especially preferred solutions 
have essentially no particulates, and are therefore substantially homogeneous at the 
molecular level. Such low reduction in particulate content provides printing of very fine 
structures, such as those having lateral resolution of < 10 um, < 5 um, or even < 1 um. 
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Various objects, features, aspects and advantages of the present invention will 
become more apparent from the following detailed description of preferred embodiments of 
the invention, along with the accompanying drawings in which like numerals represent like 
components. 



Brief Description of the Drawings 

Figure 1 is a schematic of a method of forming circuits and multilayer electronic 
components. 

Figure 2A is a cross-sectional view of a capacitor produced according to the 
10 inventive subject matter. 

Figure 2B is a plan view of the capacitor of figure 2A. 

Figure 3 is a cross-sectional view of a diode produced according to the inventive 
subject matter. 

Figure 4 is a cross-sectional view of a transistor produced according to the inventive 
15 subject matter. 

Figure 5 is a cross-sectional view of a resistor produced according to the inventive 
subject matter. 

Figure 6A is a cross-sectional view of an inductor produced according to the 
inventive subject matter. 

20 Figure 2B is a plan view of the inductor of figure 6 A. 

Figure 7 is a cross-sectional view of a battery produced according to the inventive 
subject matter. 

Figure 8 is a cross-sectional view of an integrated electronic component circuit 
comprising a battery and a capacitor produced according to the inventive subject matter. 

25 Figure 9 is a schematic of an ink-jet printing process for depositing metals, ceramics, 

and polymers using CAD/CAM data to control the printing process. 
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Figure 10 is a schematic of an exploded unit cell structure for a battery laminate with 
an integral functional device. 

Figure 1 1 is a schematic of an interdigitated electrode structure for improved power 
capability. 

Figure 12 is a graph showing theoretical specific energy density versus equivalent 
weight and cell voltage of some rechargeable battery systems. 



Detailed Description 

Figure 1 shows a method for printing a multilayer electronic component 1 in 
10 accordance with the inventive subject matter. This method comprises the following steps: 
providing a surface 2, providing a redox couple 3, solubilizing at least one of the redox 
couple constituents in the solution 4, transferring the solution to the surface 5, initiating a 
redox reaction 6, and completing the component by adding at least one additional layer 7. 

As used herein, the term "electronic component" means any device or part that can 
15 be used in a circuit to obtain some desired electrical action. Electronic components 

contemplated herein may be classified in many different ways, including classification into 
active components and passive components. Active components are electronic components 
capable of some dynamic function, such as amplification, oscillation, or signal control, 
which usually requires a power source for its operation. Examples are bipolar transistors, 
20 field-effect transistors, and integrated circuits. Passive components are electronic 
components that are basically static in operation, i.e., are ordinarily incapable of 
amplification or oscillation, and usually require no power for their characteristic operation. 
Examples are conventional resistors, capacitors, inductois, diodes, rectifiers and fuses. 

Electronic components contemplated herein may also be classified as conductors, 
25 semiconductors, or insulators. Here, conductors are components that allow charge carriers 
(such as electrons) to move with ease among atoms as in an electric current Examples of 
conductor components are circuit traces and vias comprising metals. Insulators are 
components where the function is substantially related to the ability of a material to be 
extremely resistant to conduction of current, such as a material employed to electrically 
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separate other components, while semiconductors are components having a function that is 
substantially related to the ability of a material to conduct current with a natural resistivity 
between conductors and insulators. Examples of semiconductor components are transistors, 
diodes, some lasers, rectifiers, thyristors and photosensors. 



or power consumers. Power source components are typically used to power other 
components, and include batteries, capacitors, coils, and fuel cells. As used herein, the term 
"battery" means a device that produces usable amounts of electrical power through chemical 
reactions. Similarly, rechargeable or secondary batteries are devices that store usable 
10 amounts of electrical energy through chemical reactions. Power consuming components 
include resistors, transistors, ICs, sensors, and the like. 

Still further, electronic components contemplated herein may also be classified as 
discreet or integrated. Discreet components are devices that offer one particular electrical 
property concentrated at one place in a circuit. Examples are resistors, capacitors, diodes, 
1 5 and transistors. Integrated components are combinations of components that that can 
provide multiple electrical properties at one place in a circuit. Examples are ICs, i.e., 
integrated circuits in which multiple components and connecting traces are combined to 
perform multiple or complex functions such as logic. 



20 components means that the functionality of the component arises from having juxtaposed 
layers of different materials. For example, a typical P-N-P transistor is considered herein to 
be a multilayered component because its functions arise from the juxtaposition of P and N 
doped semiconductor layers. Similarly, a battery is considered herein to be a multilayered 
component because its functions arise from juxtaposition of anode, electrolyte and cathode, 

25 and a capacitor is considered herein to be a multilayered component because its functions 
arise from juxtaposition of a conductor plate, a insulator, and another conductor plate. On 
the other hand, a conductive trace on a circuit board would not generally be considered to be 
multilayered even if the trace had been manufactured by successive deposits of the 
conductive material, because each successive layer merely increases the current carrying 

30 capacity, rather than altering the functionality of the trace. 
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Electronic components contemplated herein may also be classified as power sources 



As used herein the various forms of the term "multilayered" as applied to 
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Providing a Surface (2) 

Suitable surfaces for step 2 are contemplated to be any surface upon which a layer of 
an electrical component can be deposited. Most likely, the surface will be the smooth top or 
bottom of a sheeted material such as a resinous circuit board, but all other surfaces are 
contemplated as long as they are capable of being printed upon. 

In terms of the material defining the surface, almost any solid or semi-solid material 
can be used to provide a suitable surface. Particularly preferred surfaces are those defined by 
relatively firm substrates such as fiberglass circuit boards, glass, and metal objects. 
However, the scope of suitable materials is extremely wide, ranging from metals to non- 
metals, conductors to insulators, flexible to inflexible materials, absorbent to non-absorbent 
materials, and so forth. For example, other surfaces contemplated herein are the sides or 
tops of previously deposited or installed components, circuit traces, or layers coupled to or 
forming part of other circuits or components. 

The surface being printed need not be hard, but may instead form part of a flexible 
sheet, such as that found on plastic or paper bags, or even a textile. The existence of a sheet 
is also not necessary, and contemplated surfaces include that found on substantially any 
shape, from solid blocks to hollowed out or extruded forms. Even clothing may provide a 
suitable surface for printing. Still further, surfaces contemplated herein can vary widely in 
size, from an extremely small area such as a square millimeter or less, to a large area such as 
a display measuring several square meters or more. 

Where both an electrical circuit pattern and electronic components will be printed on 
a substrate, preferred substrates are generally electrically non-conductive. In general, all 
dielectric materials are therefore suitable substrates. Dielectric materials commonly 
employed comprise a resinous material. If desired, the resinous material may incorporate 
fibrous reinforcement. For instance, paper or cardboard, glass fiber or other fibrous material 
may be impregnated with a phenolic, epoxy or fluorohydrocarbon (e.g., 
polytetrafluoroethylene) resinous material and pressed or rolled to a uniform thickness. 
Ceramic substrates may likewise be selected. The substrate may be substantially uniform, or 
it may be doped or modified in some other manner, such as by including holes that may be 
formed, punched or drilled in the substrate. 

10 



WO 00/10736 





PCT/US98/25088 



Prior to use the substrate may advantageously be cleaned or degreased employing 
techniques well known in the art. Preferred degreasing agents are trichloroethylene and 
aqueous detergent solution. 

Providing a Redox Couple (3) 



oxidizing agent (oxidizer) and one reducing agent (reducer), that react together in a redox 
reaction. As used herein the term "redox" reaction means a reaction in which one 
component is oxidized and one component is reduced. 

In preferred embodiments both the oxidizing and reducing species of the redox 
10 couple are included together in solution, but in other embodiments these species may be 
present in any phase or combination of phases. For example, a reducer present in a liquid 
may be coupled with a gaseous oxidizer such as oxygen. 

The redox components are preferably thermodynamically stable in solution together 
under normal conditions, and chemically react with one another only under the influence of 

15 an external energy source. In that manner the reaction is said to be initiated by the external 
energy source. Redox reactions useful herein are also generally preferred to be highly 
exothermic, such that the components react substantially to completion upon initiation of 
the reaction, as opposed to requiring the external energy source to drive the reaction through 
to completion. On the other hand, it is contemplated that the redox reaction may range down 

20 to only slightly exothermic, and may even be endothermic. 

Preferred redox systems are those which have an appropriate activation energy, 
usually at about 220 °C to about 550 °C, and that react substantially to completion under the 
reaction conditions without reacting too violently. Thus, for example, some redox systems 
would be explosive under the expected conditions, and are therefore highly disfavored. 
25 Other disfavored redox systems may not be explosive, but are still so reactive that excess 
heat production is problematic. Nevertheless, it is preferred that the redox couple will 
include both a strong oxidizing agent and a strong reducing agent. 
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In step 3 a redox couple is provided comprising at least two components, one 



Preferred redox reactions result in a metal, metal oxide, or other substance 
precipitating out from a solution. In especially preferred embodiments one component of the 
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solute comprises a salt, while another component of the solute comprises an appropriate 
ligand. As used herein the term "salt" means any combination of an acid (A) and a base (B). 
Examples of metallic salts are copper formate, nickel acetate, aluminum acrylate, gold 
thiocyanate, and titanium iodide. Examples of non-metallic salts are ammonium formate 
5 and ammonium acrylate. Additional useful ions include nitrate, alkoxide nitrate, alkoxide 
perchlorate, acetate nitrate, and acrylate nitrate. Precipitation of multiple precipitates from 
the solution onto the substrate may occur concurrently or sequentially, or in some 
combination of the two. 



10 however, are conductors such as copper, silver, and gold, and semiconductors such as 
silicon and germanium. For some purposes, especially production of catalysts, it is 
contemplated that metals such as cadmium, chromium, cobalt, iron, lead, manganese, 
nickel, platinum, palladium, rhodium, silver, tin, titanium, zinc, etc. can be used. As used 
herein, the term "metal" also includes alloys, metal/metal composites, metal ceramic 

1 5 composites, metal polymer composites, as well as other metal composites. Of course, where 
the redox couple contains metal salts, the precipitate may be capable of conducting current 
through the flow of electrons. It is also contemplated, however, that the redox couple may 
comprise compounds that are capable of conducting current by ions, as is the case in 
solutions of acids, bases, and salts in many fused compounds. 

20 Preferred redox systems are also those which generate a gaseous or liquid product 

which is readily removed from the solution. To this end redox systems are preferred that 
produce a gas, such as NO x , SO x , CO x , N2 and N 2 0, or that produce water, alcohol or other 
readily evaporated substance. 



25 nitrate and acetate. While it is possible that one or more of the metal salts will have a 

reducing ligand, and the oxidizing agent may be provided separately, it is preferred that at 
least one of the metal salts will have an oxidizing ligand, and that the reducing agent will be 
separately added to the solution. Preferred reducing agents for this purpose are organic 
acids, including non-polymerizing carboxylic acids such as formic acid, citric acid, and 

30 ascorbic acids. Polymerizing organic acids such as methacrylic, acrylic, crotonic acid, etc. 



Where the salt contains a metal, all metals are contemplated. Preferred metals, 



In many instances the redox system will comprise a simple redox couple, such as 
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may also be used, although such acids may combine to produce a product which is difficult 
to separate from the mixed metal oxide product. 

In more complex redox systems, there can be combinations of oxidizing and/or 
reducing agents. Combinations of acids, for example, can be used as reducing agents. 
Contemplated examples of complex redox systems include tartaric acid and ascorbic acid. 

Just as the metals in the metal salts are preferably included in stoichiometric 
proportions to produce the intended mixed metal oxide, the various ligands employed in the 
redox system are preferably included in stoichiometric proportions to react completely with 
each other. 

As used herein the term "ligand" (L) refers to any substance which can be thermally 
activated to displace one or more aspects of the salt in a redox reaction, such that 
AB + L => AL + B, or AB + L => A + BL. In processes contemplated herein-preferred 
ligands are non-crystalline, leave no non-metallic residue, and are stable under normal 
ambient conditions. Preferred salts contain ligands that react in solution at temperatures of 
< 300E C, more preferably < 250E C, and still more preferably < 200E C. 

Preferred classes of ligands are nitrogen donors, including especially 
cyclohexylamine. A number of other nitrogen donors and their mixtures, however, may also 
be used. Examples are 3-picoline, lutidines, quinoline and isoquinoline, cyclopentylamine, 
cyclohexylamine, cycloheptylamine, cyclooctyl amine, and so forth. These are only a few 
examples, however, and many other aliphatic primary, secondary and tertiary amines and/or 
aromatic nitrogen donors may also be used. 

In an exemplary class of embodiments, mixed metal oxides of the form 
MpIMqIIMrlll ...0(p/2+q+3r/2) can be produced by heating an aqueous mixture of metal 
nitrates and carboxylic acids at low temperature. The formation of the metal oxide under 
these conditions is thought to be facilitated by spontaneous reaction between the oxidizing 
NO3-/NO2 and the organic ligands such as acrylate, methacrylate, formate, citrate, acetate, 
ascorbate, picolinate, salicylate, etc. A significant advantage of a nitrate-carboxylate system 
is the ability of these systems to undergo pyrolysis in an ordinary household microwave 
oven to give the ceramic, which may then be sintered to get the final product. 
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Solubilizing At Least One of the Redox Couple Components in Solution (4) 

In step 4 one or more components comprising the redox couple are combined with a 
suitable solvent or mixture of solvents, and possibly other solutes to form a solution. 
Suitable solvents are substances capable of dissolving another substance to form a uniformly 
dispersed mixture at the molecular- or ionic-size level. This includes any combination of 
polar or nonpolar, organic or inorganic, viscous or non-viscous, aqueous or non-aqueous, 
protic or aprotic. Exemplary solvents are water, any of the alcohols, aromatic hydrocarbons, 
esters, ethers, ketones, amines, and nitrated and chlorinated hydrocarbons. Although water is 
generally preferred to minimize environmental pollution, it is contemplated than many 
embodiments are preferably practiced using an organic such as NMP. 

Solutes that are incapable of being solubilized into the solution may also be included 
in the solution, including ceramic particles, metal particles, and polymers. Such solutes are 
designed to be incorporated into the solution as a "suspension" or "dispersion". 
"Suspension" is defined as a system in which very small particles (solid, semi-solid, or 
liquid) are more or less uniformly dispersed in a liquid or gaseous medium. "Dispersion" is 
defined as a two-phase system where one phase consists of finely divided particles 
distributed throughout a bulk substance wherein the dispersion is seldom uniform. 

Contemplated solutions may include other compounds besides salts and ligands. For 
example, a mixture of copper (II) formate in a nitrogen donor solvent with or without water 
may be combined with an alcohol to facilitate dispensing in an ink-jet type printer. A small 
amount of a solvent based polymer or a surfactant may also be useful as additives for 
adjusting the rheology of the precursor solution for ink-jet printing, and to impart better film 
forming properties. On the other hand, larger amounts of high boiling solvents and/or 
additives such as triethylphosphate, Triton XI 00, glycerol, etc., are preferably avoided as 
these have a tendency to contaminate the film produced on account of incomplete pyrolysis 
over temperature sensitive substrates such as Kapton™ or paper. Still further, it may be 
worthwhile to treat the substrate with a coupling agent that improves adhesion of the 
deposited material to the substrate. 

The most preferred solvents, however, leave little or no residue other than the metal, 
metal oxide or other intended precipitate. Thus, when depositing pure metals as in current 
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collectors or circuit traces, any binders, surfactants, viscosity modifiers, and so forth that 
may be used are preferably present in the solution in collective concentrations < 20 wt%, 
< 10 wt%, < 5 wt%, or < 2 wt%. Thus, while it is contemplated for the deposited solution to 
include particulates, such particulates are preferably present in the given solutions at < 20 
5 wt%, more preferably < 10 wt%, more preferably < 5 wt%, and still more preferably < 2 
wt%. It is also contemplated for the deposited solution to be substantially particulate free. 

On the other hand, when depositing layers that advantageously include particulates, 
such as cathodes or anodes in which particulate inclusion is desirable to achieve increased 
surface area, greater amounts of precipitates are contemplated. For example, in depositing 
10 cathode or anode layers it is contemplated that particulates may advantageously provide 60 
wt% - 80 wt% of the dry formulation, which may correspond to about 40 wt% - 50 wt% of 
the composition when diluted by solvent. 

The preferred viscosity of the deposited solution depends largely upon the method 
being used to deposit the solution on the substrate. Preferred apparent viscosities are 1 .5 to 
15 10 cps (centipoises) for ink jet type dispensers, 30,000 cps for silk screening, between about 
300 - 20,000 cps for offset, lexographic, gravure and intaglio. 

The solvent can be separated from the mixed metal oxide product in several different 
ways. In preferred embodiments the redox reaction is carried out until a substantial increase 
in viscosity is attained, during which time the solvent is largely evaporated from the reacting 
20 mixture. In other embodiments, the solvent can be by continuing to heat the deposited 



Applying the Solution to the Surface (5) 

In step 5 the solution is applied to the surface using any device capable of forming a 
desired pattern. Generally, this occurs by dispensing the solution onto a surface through 
25 relative movement between the surface and at least some portion of the device. 

Conceptually, the device can include two parts, a reservoir for holding the solution, and an 
applicator. In one class of preferred embodiments, for example, the device can be a "point" 
dispenser such as an ink jet type printer cartridge, a capillary nib, a roller dispenser, a 
sprayer, or even the end of a compacted mass similar to a pencil lead. In such embodiments, 



solution. 
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the reservoir is a holding tank for the dispensed fluid, while the applicator is some form of 
drawing head. Depending on the specific embodiment, such devices can dispense substance 
with an accuracy anywhere from tens of Angstroms or less, to a millimeter or more. 

It is not necessary for the reservoir to be fluidly or even mechanically coupled to the 
5 applicator. For example, the applicator may comprise a rubber or lithograph type stamp, 
and the reservoir may comprise a stamp pad. In such embodiments, there need not be any 
relative movement at all between the surface and the reservoir, and instead a relative 
movement between the applicator and the surface can be used to form the desired pattern. 
In still other embodiments, the applicator need not translate bodily relative to the surface, 
10 but may tilt or rotate to produce the desired pattern. In still other embodiments, both the 

reservoir and the applicator may be immobile relative to the surface, and the fluid dispensed 
through the applicator may be directed by pneumatic, magnetic or other forces to form the 
desired pattern. 



15 herein include any arrangement of points or dots, whether isolated or combined to form 

lines, filled in spaces and so forth. Thus, contemplated patterns include straight and curved 
lines, intersections of lines, lines with widened or narrowed areas, ribbons, overlapping 
lines. It is especially contemplated that useful patterns may include circuit board and circuit 
component designs. The patterns may also be single or multi-layered designs, and may 

20 involve printing on one or both sides, with vias being printed to interconnect the two sides. 

Virtually any type of printing device may be employed in the present subject matter. 
All common methods of printing are contemplated, including the following technologies, 
some of which may overlap with one another: ink jet printing; thread dispensing; spraying; 
stamping; all types of lithography or wet offset; dry offset or letterset; roller printing; letter 
25 press printing; gravure printing; screen printing; flexographic printing; planographic 

printing; offset printing; mimeo graphic printing; thermography; hot stamping and transfer 
printing techniques; as well as brushing and stenciling techniques. In short, any printing 
process that uses inks can be employed effectively with embodiments of the present 
teachings. 



The patterns contemplated to be dispensed using apparatus and methods described 
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For prototypes and very small volumes, ink-jet type printers may be advantageously 
employed. Ink-jet printing is already known in the production of printed circuit boards using 
silver, copper, lead or tin containing conductive inks. Discussion of exemplary such 
techniques may be found in US 5,688,146 to McGinley et al. (Nov. 18, 1997), which is 
incorporated in its entirety. Similar techniques, but with the dissolved redox solutions 
contemplated herein, may be used. Details of preferred procedures utilizing an ink-jet type 
printing apparatus are set forth in copending US patent application ser. no. 09/042182 to 
Narang et al. (Mar. 1998), and US patent application ser. no. 09/105858 to Narang et al. 
(Jun. 1998), both of which are incorporated herein by reference. 

The use of ink-jet printing technology also expands the horizons by enabling 
fabrication of power sources of flexible size and shape that can be conformal to various 
surfaces including curved surfaces. Furthermore, a resolution down to 10um, and even 5\im 
is possible with present ink-jet printing devices, and is likely to be improved with further 
advancements in ink-jet printing technologies. Still further, CAD/CAM can be used to 
control the application of the layers, allowing both excellent control of the printing devices, 
and highly flexible system design. 

For somewhat larger runs, such printers may be operated in conjunction with an 
XY9 production table, such as that described in US 4981074 to Machita et al. (Jan. 1991). 
An especially preferred category of printing devices includes CAM type direct writing 
systems, such as an Ohmcraft, Inc. Micropen 400. In that device, the pen, table and 
material pumping system are under direct, interactive, synchronous computer control at all 
times, and each of the variables, (writing speed, pumping rate, pen force, deposit thickness, 
deposit width, column per unit length and column per unit time), may be individually 
programmed. The solution being deposited is pumped to the pen tip, and deposited in 
pulses of about 2.7 x 10" 7 ml. The pen rides on the surface of the solution being extruded, 
and need not touch the substrate during writing. This permits all contours of the substrate to 
be followed, while providing constant thickness if desired. Fine line patterns can be 
produced at 4 mil or less, with 5% tolerance. 

By employing continuous substrate, such as may be drawn from a roll of metal foil 
or paper, it is also possible to print a large number of identical circuits at high speeds of tens 
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of meters or more per minute. Such circuits can then be separated from one another, such as 
by cutting with a suitable blade. In an especially preferred embodiment, a printing machine 
may be employed that has multiple substantially independent printing stations. An example 
is the Comco Commander™ from Comco International, (Milford, OH). With such 
machines an entire circuit, including circuit traces and many different electronic 
components, can be printed on a continuous substrate such as a polymer sheet. In such a 
system, different solutions of material may advantageously be deposited at different stations, 
in a manner analogous to depositing different colors in a multicolor printing process. 
Alternatively, a given station may have multiple deposition jets or other deposition devices 
for printing a plurality of different solutions. 

Initiating a Redox Reaction (6) 

In step 6 a redox reaction is initiated in the deposited solution. In preferred 
embodiments, the reaction is initiated by application of external energy, with suitable energy 
sources including any source that is capable of effecting the desired chemical reaction(s) 
without causing excessive damage to the substrate or the coating. Particularly preferred 
energy sources are microwave generators, although radiative and convection heat sources, 
such as infrared lamps and hot air blowers may be used as well. Other suitable energy 
sources include electron beams, and radiative devices at non-IR wavelengths including x- 
ray, gamma ray and ultra-violet. 

Alternatively, the redox reaction may occur spontaneously, such as where oxygen or 
other gas in the atmosphere reacts with a component in the deposited solution. In that case 
there may be no need to initiate the reaction using an external energy source. 

In our experiments reacting small quantities of materials, we have been most 
successful using microwave energy for this purpose. In such experiments the solution has 
generally been deposited on a glass surface, and the microwaves have been provided using a 
common household microwave having a rated capacity of 1 100 watts. Under the 
concentrations discussed above, microwave energy for about 10 minutes is generally 
sufficient to initiate many redox systems, during and after which the reaction is self- 
perpetuating due to the exothermic nature of the reaction. We have also had good results 
using radiative or convective heat, such as that produced by a hot plate. Still further, other 
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energy sources such as ultraviolet light, CO2 laser, diode laser, infra red lamp, solar energy, 
and electric current are contemplated. Of course, the amount and intensity of the activating 
energy is also a function of other reaction conditions, and it is contemplated that strong 
energy sources can reduce the redox reaction time to the order of seconds, or even less. 

Following initiation of the redox system, the temperature of the mixture during 
processing can fall anywhere between about 50 °C and about 500 °C, and may vary or 
remain constant during processing. It is further contemplated that the reaction time will fall 
within the several minutes to several days range, and even possibly several seconds. Stirring 
or other mixing is clearly advantageous during the reaction to increase homogeneity of the 
final product, but there are wide limits on such mixing. In some cases, especially when 
polymerizing acids are used it may be advantageous to age the contents for a short period 
ranging from an hour to several hours. However, over-aging may be avoided to preclude the 
possibility of phase separation 

Where external energy sources are used to initiate the reaction, they may be applied 
in various ways. In preferred embodiments the energy source is directed at the 
precursor/ligand deposited on the substrate. However, in alternative embodiments, for 
example, a heated ligand could be applied to a cold precursor, or a heated precursor could be 
applied to a cold ligand. In still other embodiments, the substrate itself could be heated, and 
energy imparted into the solution by heat conduction. 

As noted elsewhere herein, it is preferably not necessary to drive the redox reaction 
to completion using an external energy source, and instead the external source is merely 
employed to Nevertheless, post processing of individual layers is contemplated. For 
example, where an undesirable amount of solvent remains in the precipitate, additional 
energy may be employed to drive off some or all of the remaining solvent. In other 
instances, especially where metal oxides are concerned, calcining may be needed to achieve 
the desired functionality. 

Completing the Component (7) 

Step 7 adds another layer to the electronic component 1, preferably after the redox 
reaction is substantially completed in the previous layer. In some instances, however, the 
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additional layer can be added even earlier, such as where the solutions of the two layers are 
relatively immiscible in one another, or intermixing is deemed to be acceptable, or even 
desired. 

It is contemplated that up to ten or more additional layers may be needed to complete 
5 all of the circuit elements in a circuit, depending on the complexity. However, as described 
below, most circuit elements can be constructed with only three to four layers, and it is 
probably rare to need more than about ten layers. 

There are numerous possibilities for additional layers. Additional layers may 
comprise either the same material as, or a different material from that deposited immediately 
10 below. This includes conductors, insulators, semi-conductors, electrolytes, and so forth as 
discussed elsewhere herein, or perhaps simply a sealing layer such as a non-conducting 
polymer protectant. Additional layers may also form "lead lines". The additional layer(s) 
need not even be deposited in accordance with the teachings herein. 



1 5 components. In Figure 2, a capacitor 20 has a first (nearest to substrate) layer with two 

leads 8 separated by supporting insulator 9, wherein one of the leads is enlarged at plate 22; 
a second layer having an insulator 24, another layer of supporting insulator 9 and a 
conductive riser 25; and a third conductive layer enlarged to form plate 26. 



20 will vary from circumstance to circumstance, and which are therefore shown only in 

immediate proximity to the components. Suitable leads, and indeed any of the conductors 
may include any of the metals or other conductors discussed herein, but preferably consist of 
substantially pure copper, and may be formed using the techniques of example 1 below. In 
addition, throughout these examples, the supporting insulator layers 9, as well as any other 

25 insulating layers, may be formed using the techniques of example 2 below. 

In Figure 3, a diode 30 is formed from a first layer having two leads 8 separated by 
supporting insulator 9; a second layer having a p doped semiconductor material 32, another 
layer of supporting insulator 9, and a layer of conductive riser 33; a third layer having an n 
doped semiconductor material 34, another layer of supporting insulator 9, and a layer of 



Figures 2 - 7 depict some of the many contemplated designs for specific electronic 



Throughout these examples, the leads 8 form part of a circuit, the details of which 
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conductive riser 33; and a fourth layer having a conductor 35. Throughout this discussion, n 
and p doped semiconductor layers may be formed using known semiconductor materials and 
dopants, solvated and deposited in accordance with the teachings herein. 

In Figure 4, a transistor 40 is formed from a first layer having two leads 8 separated 
5 by supporting insulator 9; a second layer having a p doped semiconductor material 42, 
another layer of supporting insulator 9, and a layer of conductive riser 43 ; a third layer 
having an n doped semiconductor material 44, another layer of supporting insulator 9, and a 
layer of conductive riser 43; a fourth layer having a p doped semiconductor material 45, 
another layer of supporting insulator 9, and a layer of conductive riser 43; and a fifth layer 
10 having a conductor 46. The p and n layers may be formed as in the diode 30. 

In Figure 5, a resistor 50 is formed from a first layer having two leads 8 separated by 
supporting insulator 9; a second layer having two risers 53, and another layer of supporting 
insulator 9; and a third layer having a resistive material 54. The resistive material 54 may be 
formed using known resistive materials, solvated and deposited in accordance with the 
15 teachings herein. Of course, the resistive material could simply be butt-joined with the leads 
8, but such an arrangement is thought to be less reliable. 

In Figures 6A and 6B, an inductor 60 is formed from a first having two leads 8 
separated by supporting insulator 9, where one of the conductive leads 8 is continuous with 
a three sided conductive extension 62; a second layer having riser portions 63, a layer of 
20 insulator 64 and supporting insulator 9; and a third layer having a conductor 64. Obviously, 
the leads 8, extension 62, riser portions 63, and conductor 64 are all electrically conductive 
and continuous. 

In Figure 7, a battery 70 is formed from a first layer having two leads 8 separated by 
supporting insulator 9; a second layer having cathode material 72, another layer of 
25 supporting insulator 9, and a conductive riser portion 73; a third layer having an electrolyte 
material 74, another layer of supporting insulator 9, and a conductive riser portion 73; a 
fourth layer having an anode material 75, another layer of supporting insulator 9, and a 
conductive riser portion 73; and a fifth layer 76 comprising an electrically conductive 
collector material 76. The cathode may advantageously be formed using 50 wt % to 70 wt % 
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in n-methyl-pyrrolidone (NMP). The electrolyte layer may advantageously be formed using 
polyvinylidene fiouride (PVDF), ethylene carbonate, dimethyl carbonate, lithium 
hexafluorophosphate, and optionally inert particles such as polyethylene, silicon carbide, 
and alumina. 



cobalt oxide in n-methyl-pyrrolidone. Additional details of battery formation are described 
below in connection with the discussions of Figures 10 and 1 1. Of course, 

In Figure 8, a composite component 80 comprises a combination battery and 
capacitor. The battery portion is formed as in Figure 7, with a first layer having two leads 8 

10 separated by supporting insulator 9; a second layer having cathode material 82, another layer 
of supporting insulator 9, and a conductive riser portion 83; a third layer having an 
electrolyte material 84, another layer of supporting insulator 9, and a conductive riser 
portion 83; a fourth layer having an anode material 85, another layer of supporting insulator 
9, and a conductive riser portion 83; and a fifth layer 86 comprising an electrically 

15 conductive collector material 86. The capacitor portion is formed substantially as in Figures 
2A and IB, with the fifth layer having the collector material 86 acting as a plate, another 
layer of supporting insulator 9, and yet another conductive riser portion 83; and a sixth layer 
having another electrically conductive plate 88. 



components used in essentially any field of the modern world, from communications to 
computing, transportation, energy production, storage and control, consumer goods, radios, 
navigation, and so forth. Numerous advantages are contemplated, including reduction of 
system weight and volume by minimizing the electrical interconnects and packaging, and by 
25 employing thinner layers of material that do not have to withstand the mechanical rigors of 
conventional fabrication techniques. Our approach thus provides an increase in the specific 
energy and specific power for a wide range of integrated apparatus, including devices in the 
fields of hybrid electronics and microelectronics. 



5 



The anode layer may advantageously be formed using 50 wt % to 70 wt % lithium 



Electronic Devices 



20 



Methods and apparatus taught herein may be used to produce circuits and 
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One class of contemplated embodiments includes relatively simple circuits that often 
command fairly low prices, but are produced in hundreds of thousands or even millions of 
units. Exemplary products are battery testers, sensors, catalysts, small batteries, micro- 
actuators, and devices that employ numerous electrical contacts, such as computer 
5 keyboards. As a particular example, methods taught herein may be employed to produce a 
sensor such as the oximeter described in US 5041 187 to Hink et al. (Aug. 1991). 

Another class of specifically contemplated embodiments includes mass-produced, 
relatively inexpensive devices having a large number of contacts. Examples here include 
keypads for computers and the like. A membrane keyboard similar to that described in US 
10 501 1627 to Lutz et al. (Apr. 1991), for example, may be readily produced according to 
methods described herein. Such circuits are expected to be superior to that previously 
known because the traces can be deposited without particulates, using a molecularly 
homogeneous solution. This advance should allow greater flexibility and crack resistance. 

Another class of specifically contemplated embodiments includes circuits printed on 
15 flexible substrates such as clothing or other fabrics. The circuit of the theft detection tag 

described in the Isen patent discussed above, for example, may be produced according to the 
methods taught herein. Moreover, using techniques described herein, conformal devices 
may advantageously include advanced batteries, advanced electronics, and functional 
devices. Thus, in some contemplated embodiments a battery or fuel cell may advantageously 
20 can be printed on a curved object, such as a balloon or the inside of a pressure vessel 
containing a fuel gas. 

Still another class of specifically contemplated embodiments includes batteries and 
fuel cells, and combinations of such cells with transmitters, receivers and the like. The 
batteries may find particular usefulness in conjunction with cellular telephones, radios, and 
25 other communication devices, as well as systems that employ the button type batteries, such 
as digital watches. 

The ink-jet printing process 90 shown in Figure 9 is particularly useful in building 
up a power source structure and ultimately a battery/functional device combination. Here, 
the head 92 of an ink-jet type device (remainder not shown) deposits a solution (not shown) 
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containing a redox couple as described elsewhere herein onto a substrate 94. The substrate 
94 with deposited solution is then subjected to an IR lamp or CO2 laser energy source 96, 
which initiates the redox reaction. 

Figure 10 illustrates a multilayer structure for a lithium ion type battery 100 that 
5 may be produced by the process of Figure 9. This particular example represents a lithium 
ion type battery, having a typical battery voltage of 3.7 V nominal and 4.2 V top of charge. 
Lithium ion chemistries are preferred because they typically give the highest specific energy 
of any of the current commercially available batteries. Of course, a similar approach can be 
used to produce other types of batteries, capacitors and fuel cells. 

10 In Figure 10, the battery capacitor combination 100 includes an anode 101 with 

anode current collector 102, a cathode 103 with cathode current collector 104, and an 
electrolyte layer 105. Each of these layers is advantageously between 3 cm and 20 cm wide, 
3 cm and 500 cm long, and 100 um to 150 urn thick, except that the current collector 104 is 
typically about 0.5 urn thick. On top of the cathode current collector 1 04 is a barium titanate 

15 ceramic layer 106 with copper points 107, which are contemplated to be 25 um to 150 urn 
thick. Leads 8 are also show for charging or discharging the battery capacitor combination 
100. 

The anode 101 may advantageously comprise coke or graphite, to which a PVDF 
binder has been added, and to which a copper collector may be coupled. In conventional 

20 batteries, the collector is generally limited to foils with good mechanical properties to allow 
for the mechanical stresses during the coating process. In approaches contemplated herein, 
however, a much thinner copper or other current collector can be used because the current 
collector does not require mechanical strength to withstand the coating process. This 
thinner current collector provides a weight saving, thus improving the specific energy of the 

25 battery. 

The cathode 103 preferably includes lithium cobalt oxide (lithium ion source), 
acetylene black (to enhance the electronic conductivity), and a polymer binder. In 
approaches contemplated herein, a thinner current collector 1 04 can be used. With the 
fabrication of thinner electrodes, a lower level of acetylene black may be required. 
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Preferred cathode materials are mixed metal oxides, in which different metals are 
bound together with oxygen in the same molecule. Such compounds are particularly 
advantageous in the production of secondary battery electrodes, where the life and energy 
efficiency of the battery depend to a great extent upon the morphology and composition of 
the electrodes. As used herein, the definition includes compounds having the general 
formula, M l x \ . . . M n xn O y , where M' x i . . . M"„2 represents n different metals, and the various 
metal and oxygen species are present in relative atomic ratios given by xl . . . xn and y, 
respectively. The definition also includes M^i . . . M n xn O y compounds that are "doped" by 
inclusion of other non-homogeneously distributed chemical species, such as metal, ceramic 
or other particulates, as well as the hydroxide and hydrated forms of such compounds. The 
definition of mixed metal oxides used herein does not, however, include compositions in 
which individual mono-metallic metal oxides are merely present as a solid-solid or other 
mixture, rather than being chemically bonded together. The definition also does not extend 
to compounds such as metal alkoxides and alkanolamines. 

Especially preferred mixed metal oxides are those claimed in copending PCT patent 
application ser. no. PCT/US98/13366 to Narang et al., (Jun. 1998), which is incorporated 
herein by reference. Most preferred mixed metal oxides are the lithiated metal oxides, 
LiM p iM q n ...O x , (including, for example, LiAl 0 .2Mni. 8 Ox, LiCo0 2 , and LiMn 2 0 4 ) which are 
increasingly used in the so-called re-chargeable rocking chair batteries. In such devices the 
metal oxides act as cathode materials by reversibly intercalating and deintercalating lithium 
during repetitive discharging and charging. 

In addition to their use in batteries, mixed metal oxides as set forth in 
PCT/US98/13366 are also of particular interest in many of the applications contemplated 
herein because the presence of different metals often imparts special properties to 
the compound. Barium Titanate (BaTi0 3 ), for example, is widely used in capacitors, 
transducers, thermistors and so forth, Yttrium Barium Copper Oxide (YBa 2 Cu30 x ) and other 
mixed valent spinels have been investigated as superconductors, and lithium niobium oxides 
(LiNb0 3 ) have been investigated as ferro-electric materials. 

The electrolyte 130 may advantageously comprise a lithium salt. In previously 
known mechanical assembly of batteries, this layer has usually been at least 50 um (2 mil) 
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thick. In approaches contemplated herein, however, due to the direct application of the 
electrolyte to the surface of the electrode, a much thinner electrolyte layer is possible. 
Contemplated thicknesses are 10 um to 25 um which provides a weight saving and lowers 
the battery resistance (a thinner ionic layer between the electrodes). Both of these factors 
5 increase the specific energy of the battery, with the lower resistance improving the battery 
performance in particular under high current drain conditions. 

While liquid electrolytes are contemplated, preferred electrolyte materials are 
substantially non-fluid electrolytes such as polymer electrolytes, and especially non- 
flammable/self extinguishing solvent electrolytes such as those disclosed in US patent no. 
10 5,830,600 to Narang et al. (Nov. 1998), and in presently pending copending US patent 
application ser. no. 60/067226 to Narang et al., filed Dec. 1997, both of which are 
incorporated herein by reference. 

With polymer type electrolytes it is also contemplated to employ plasticizers that 
decrease resistance. Preferred plasticizers are fashioned after the teachings of US Patent No. 
15 5 1 0275 1 to Narang et al. (Apr. 1 992), which is incorporated herein by reference. 

In addition to that already discussed, additional advantages are possible at the 
battery-system level, as well as improvements in the packaging, and integration of the 
packaging and the device. A still further enhancement of the battery electrode structure is 
possible if a high power level (current drain) is required. For example, the battery 1 10 of 
20 Figure 11 has interdigitated electrodes 1 1 1 and 112. This structure improves electrode 

utilization and power per unit electrode. Additional electrode improvements are set forth in 
pending US patent application serial no. 09/089313 to Narang et al. (Jun. 1998). 

Figure 12 is a graph referencing other battery chemistries, ail of which may be 
employed in conjunction with the teachings herein. 

25 Other Devices 

Other devices besides electronic circuits and components can be advantageously 
manufactured according to the teachings herein. For example, methods and apparatus 
taught herein may be used to produce surface coatings for decorative purposes, such as 
decorations on the tanks of motorcycles or the sides of cars and buses and trucks. For such 
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applications, an ink jet type printer with head movement controlled in three dimensions may 



In another class of embodiments which need not be associated with electronics per 
se, the methods and apparatus taught herein enable the fabrication of high performance 

5 ceramic films not attainable by other commercially available printing techniques. By way of 
example, a high dielectric constant ceramic device can be fabricated by depositing a slurry 
of barium titanate in an organic solvent with a polymer binder to enable the formation of a 
high quality film. Chemical precursors to barium titanate (barium alkoxide and titanium 
alkoxide) can be added to the solution to enhance the ceramic yield and thereby produce a 

1 0 high dielectric constant ceramic film via low temperature baking of the film. 

Techniques described herein can also be used in depositing gold and palladium using 
a non-vacuum, non-electroless, non-electroplating high-speed process integrated for 
electrical interconnects. This technology has been extended to deposit copper and rhodium 
for multichip modules and rigid, rigi-flex, and flexible, printed wiring board applications by 
15 ink-jet printing. The technology can deposit several metals onto a variety of substrates such 
as metals, ceramics, Kapton®' and paper. 

Experimentation with these techniques has resulted in the deposition of gold, copper, 
palladium, and rhodium films onto a range of substrates with excellent characteristics. 
Among other things, the deposits are advantageous in that they: (a) have substantially any 
20 desired thickness; (b) are free from pores and cracks (as evaluated by SEM ED AX); (c) are 
continuous and electrically conducting; (d) have a high surface smoothness, shine, and 
integrity; and (d) have good adhesion to the substrate. 

These characteristics provide numerous advantages, from which many electronic and 
non-electronic applications not specifically mentioned herein will be readily apparent to 
25 those of ordinary skill in the art. By way of further guidance, the deposition techniques 
described herein are advantageous in that: 



be used. 



They can be practiced without resort to vacuum metal deposition procedures; 



They require no resist for patterning; 
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CAD/CAM data can be used to control the deposition with coating 
techniques such as ink-jet printing; 

They yields metal coating performance equivalent or superior to the 
electroplated coatings in terms of appearance, durability, lubricity, and 
surface integrity; 

They can use low temperature deposition process, and can therefore be used 
on a wide range of substrates with the service range of 80°-250°C; 

They are based on easy-to-synthesize, air-stable metal complexes that: (1) are 
soluble in benign solvents, such as isopropyl alcohol and ethyl acetate; (2) 
have good film forming properties; (3) have low thermal decomposition 
temperatures; and (4) can be decomposed to yield metals by irradiation by 
appropriate coherent or non-coherent radiations, such as infrared, UV, C0 2 
laser, argon ion laser, and IR lamp; 

They can be used to deposit both thin and thick films; 

They can be made environmentally benign, with CO2, H 2 0, and N 2 making 
up the major constituents of the waste stream; 

They can provide air-stable metal precursors with (a) high solubility, making 
the solutions easy to dispense onto the substrate; (b) facile decomposition by 
thermolysis/photolysis; (c) high metal loading; (d) high stability at room 
temperature; and (e) reasonable shelf life; 

They are compatible with almost any printing techniques; and 

They are compatible with thermally or photochemically assisted 
decomposition. 
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Examples 



Example 1 - Copper Traces 

Copper traces can be prepared by depositing a solution of copper (II) formate in 
conjunction with a nitrogen donor molecule. 2.0 g of copper (II) formate tetrahydrate was 
5 taken in a 100 ml round bottom flask and 6.8 g of cyclohexylamine was added to it. The 
mixture is stirred at room temperature (25-30 °C) for about 5 to 6 days to obtain a 
homogeneous viscous mass. Another 0.5 g of cyclohexylamine was added and stirring 
continued for another 24 hours, a thick paste was obtained. The viscosity of the solution 
was modified by adding an approximately 2 g of cyclohexylamine. The solution was 
10 dispensed using an ink-jet type printer in lines approximately 25 um wide and 0.2 um high. 
The deposited solution was then microwaved for 10 seconds, yielding substantially pure 
copper traces. 

Example 2 - Insulators 

4.5 g Kynar 721 PVDF is used to dissolve the binder in 5.6 g of NMP. The mixture 
15 is heated to 120 °C to ensure the PVDF dissolves fully. 97g aluminum oxide powder was 
added. The slurry is mixed for 12 hours. The viscosity of the slurry is adjusted using NMP 
depending on the printing method. 



20 titanium (IV) isopropoxide in 30 ml of isopropyl alcohol in a 100 ml round bottom flask 
with a stirrer bar. In a 50 ml beaker 4 g of isobutyric and 5.5g of acrylic acid dissolved in 
20 ml of isopropyl alcohol. This solution of mixed acids was slowly added to the stirring 
solution of titanium (IV) isopropoxide prepared above. Stirring was continued for three 
hours at room temperature. A clear solution is obtained. 23.2 ml of the resulting solution 

25 was taken and added to a solution of 7g of barium perchlorate was dissolved in about 80 ml 
of isopropyl alcohol. This mixture is allowed to stir for 1 hour to obtain a clear solution. 
This clear solution is printable. 



Example 3 - Dielectrics 



In a particular example barium titanate dielectric materials can be produced. 10 g of 
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Example 4 - Mixed Metal Oxides 

Mixed metal oxides can be prepared by taking an aqueous mixture of the metal 
nitrates and acrylic acid followed by low temperature pyrolysis to yield the metal oxide free 
from organics. The relative amounts of the metal nitrates and the unsaturated carboxylic 
acids can be adjusted to effect a complete oxidation of the organics at low temperature. A 
short sintering session may be required to improve the crystallinity. The method has been 
successfully used to prepare doped and undoped metal oxides of the type, LiAlo.2Mn1.gOx, 
L1C0O2, LiMn204, etc. 

In a particular experiment, 46.46 g of Mn(N03)2.4H 2 0 was dissolved in about 90 ml 
of water in a 400 ml glass beaker. To this solution 2 1 .60 g of acrylic acid was added. The 
contents was stirred for about 1 hour. 6.89 g of lithium nitrate was added and the solution 
stirred until the material dissolved. 7.5 g of A1(NC>3)3 was added and the solution stirred for 
14 hours at room temperature. The sample can be printed as in example 1 > with the printed 
solution decomposed to the metal oxide using microwave heating 

Similar procedures can be used to dope a wide range of metal oxides, for example, 
LiMn 2 0 4 , with dopants from the metals of groups IB, IIB, IIIA&B, IVA&B, VA&B, 
VIA&B, VIIA and VIII and the lanthanides and the actinides. 

Example 5 - Battery Cathode 

4.5 g Kynar 721 PVDF is used to dissolve the binder in 5.6 g of NMP. The mixture 
is heated to 120 °C to ensure the PVDF dissolves fully. 89 LiCoCb, 1 g Chevron acetylene 
black and 5.5 g of Lonza KS6 graphite are added. The slurry is mixed for 12 hours. The 
viscosity of the slurry is adjusted using NMP depending on the printing method. The above 
mixture was screen printed. 

Example 6 - Electrolyte 

1 .4 g of Kynar 721 PVDF is dissolved in 8.6 g of a 2 to 1 mixture of ethylene 
carbonate: dimethyl carbonate which contains 1 M lithium hexafiuorophosphate by heating 
the mixture to 105 °C for 30 minutes, lg polyethylene powder was added to the mixture 
and the slurry mixed for 1 hour. The mixture can be printed onto an electrode surface. 



30 



WO 00/10736 




PCT/US98/25088 



Example 7 - Battery Cathode 

2.96g of titanium (IV) nitrate and 2.84 g of Titanium (IV) isopropoxide were 
dissolved in 35 ml of isopropyl alcohol. The mixture was stirred for 2 hours. Inkjet 
printing followed by CO2 laser decomposition provided a thin film of TiC>2. 

5 Conclusion 

Specific embodiments and applications of the formation of circuits and multilayer 
electronic components have been disclosed, as well as components for other applications. It 
should be apparent, however, to those skilled in the art that many more modifications 
besides those already described are possible without departing from the inventive concepts 
10 herein. The inventive subject matter, therefore, is not to be restricted except in the spirit of 
the appended claims. 
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CLAIMS 

What is claimed is: 

1 . A method of printing an electronic component comprising: 
providing a surface; 

providing a redox couple comprising an oxidizer and a reducer; 
solubilizing at least one of the oxidizer and reducer in a first solution; 
applying the first solution to the surface to create a first layer; 
initiating a redox reaction in the first layer; and 
completing the component by adding at least one additional layer. 

2. The method of claim 1 wherein the component comprises is an active component. 

3. The method of claim 1 wherein the component comprises an integrated component. 

4. The method of claim 1 wherein the component comprises a power source. 

5. The method of claim 1 wherein the component comprises a battery. 

6. The method of claim 1 wherein at least one of the oxidizer and reducer comprises a 
metal containing compound, the metal selected from the list consisting of copper, 
iron, cobalt, tin, gold, silver, palladium, platinum, nickel, lithium, aluminum, and 
titanium. 

7. The method of claim 1 wherein the oxidizer is a strong oxidizer and the reducer is a 
strong reducer. 

8. The method of claim 1 wherein the redox couple includes a material selected from 
the list consisting of formate, nitrate, alkoxide nitrate, alkoxide perchlorate, acetate 
nitrate, acrylate nitrate. 

9. The method of claim 1 wherein the step of applying comprises depositing the first 
solution using at least one of a stamp, a rotating plate, and a jet. 

10. The method of claim 1 wherein at least one of the layers comprises an electrolyte. 
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1 1 . The method of claim 1 wherein the redox reaction results in the first layer consisting 
essentially of a pure metal. 

12. The method of claim 1 wherein the redox reaction results in the first layer consisting 
essentially of a mixed metal oxide. 

13. The method of claim 1 wherein the step of initiating the redox reaction comprising 
radiating the applied solution with microwave radiation. 

14. The method of claim 1 wherein the step of completing the component comprises: 
providing a second redox couple comprising a second oxidizer and a second reducer; 
solubilizing at least one of the second oxidizer and second reducer in a second 

solution; 

depositing the second solution onto the first layer, and initiating a redox reaction in 
the second solution. 

15. The method of claim 1 wherein the component comprises a battery, and the step of 
applying comprises depositing the first solution using at least one of a stamp, a 
rotating plate, and a jet. 

16. The method of claim 1 further comprising: 

providing a second redox couple comprising a second oxidizer and a second reducer; 
solubilizing at least one of the second oxidizer and second reducer in a second 
solution; 

depositing successive deposits of the second solution, and initiating a redox reaction 
in the successive deposits to produce a solid conductor that electrically 
couples at least two the layers of the component that are mutually non- 
adjacent. 

17. The method of any of claims 1 -16 wherein the first solution applied to the surface 
contains no more than 5% particulates by weight. 

18. The method of any of claims 1-16 wherein the first solution applied to the surface 
contains no more than 2% particulates by weight. 
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19. A method of printing an electronic circuit comprising: 

printing a plurality of components according to one of the methods of claims 1-16; 
and 

applying the first solution to the surface in a pattern that connects at least two of the 
plurality of components, and initiating a redox reaction in the pattern to 
produce a conductive trace between the at least two components. 

20. The method of claim 19 wherein the pattern has a lateral resolution below 10 |im. 

21. The method of claim 19 wherein the circuit includes a transistor, a power source, 
and a capacitor. 
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